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METHOD AND APPARATUS FOR MOLDING A PLATE 



Technical Field 

The technical field relates generally to a method and apparatus for 
compression molding a plate from a thermosetting resin mixture that has a filler 
concentration comprising at least 50%, by weight, of a conductive, relatively 
incompressible material. More particularly, it pertains to a method and apparatus 
for making plates from thermosetting resins using a high percentage of a 
conductive, relatively incompressible filler material such as graphite. 

Background 

Molded parts formed from molding materials comprising thermosetting 
resins having a high filler concentration of at least 50% graphite by weight are 
difficult to manufacture using existing techniques. Such molding materials are 
difficult to mold because they do not flow evenly across the surfaces of a cavity 
mold as the mold is closed and additionally because they often begin to cure before 
the material has flowed across the entire surface of the mold. 

Plates having a high concentration of graphite fillers may be used as anode 
plates in lithium batteries and also may find use as fluid flow plates in fuel cell 
assemblies where both their electrically conductive and thermally conductive 
properties are needed. It is difficult and expensive to machine graphite plates with 
the extensive details necessary for them to function as storage battery electrode 
plates or as fluid flow plates in fuel cell devices. Similarly, because of the 
difficulties in molding graphite filled materials using existing molding processes, it 
has not been practical to mold materials having a high graphite content. 

Thus, what is needed are systems, devices, structures, and methods to 
overcome the difficulties of forming complex molded structures of materials 
having a graphite content of at least 50 to 80% by weight. 
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Summary 

The above-mentioned problems with the manufacture of graphite filled 
resin plates for battery, fuel cell and other applications are addressed by the 
present invention and will be understood by reading and studying the following 
specification. Systems, devices, structures, and methods are described which 
accord these benefits. 

In one embodiment, the invention is a process for compression molding of 
a fine grained mixture of a resin and at least 50% filler material into a highly 
detailed molded part. The process involves forming, at a first pressure, a preform 
of resin and filler mixture in a predetermined weight sufficient for molding the 
molded part, the cross sectional area of the preform being substantially less than 
the area of the part to be molded and positioning the preform in a mold cavity at 
about the geometrical center of the product outline. The process also involves 
molding the preform into the molded part by compressing the preform between 
mold segments defining the mold cavity in a molding machine which closes and 
applies pressure to the halves of the mold cavity to apply a second pressure to the 
molded part within a time interval sufficient to fluidize and flow the material to all 
parts of the mold cavity prior to the onset of curing of the resin in the mold. 

An embodiment of the invention may be a machine for molding a plate 
from a thermosetting preform material using a thermosetting compression molding 
process. Such a machine may have a first platen and mold cavity portion and a 
second platen and mold cavity portion. In the machine the first and second mold 
cavity portions constructed and arranged for receiving in a mold cavity thereof a 
preform comprising a thermosetting resin and at least about 50% by weight of a 
graphite filler material. Such a machine may have a press for performing a 
molding operation by rapidly forcing the first and second platen and mold cavity 
portions together in an interfitting relationship, thereby compressing the preform 
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material into a molded part with features therein defined by the first and second 
cavity portions 

In another embodiment the invention is a mold assembly for use in a 
machine for molding a plate from a thermosetting preform material using a 
thermosetting compression molding process driven by a high pressure press. The 
mold assembly has a first platen and mold cavity portion and a second platen and 
mold cavity portion. In the mold assembly the first and second mold cavity 
portions are constructed and arranged for receiving in a mold cavity thereof a 
preform comprising a thermosetting resin and at least about 50% by weight of a 
graphite filler material. The first and second mold cavity portions of the assembly 
are constructed and arranged for performing a molding operation when the press 
rapidly forces the first and second platen and mold cavity portions together in an 
interfitting relationship and compressing the preform material into a molded part 
with features therein defined by the first and second cavity portions. 

These and other embodiments, aspects, advantages, and features of the 
present invention will be set forth in part in the description which follows, and in 
part will become apparent to those skilled in the art by reference to the following 
description of the invention and referenced drawings or by practice of the 
invention. The aspects, advantages, and features of the invention are realized and 
attained by means of the instrumentalities, procedures, and combinations 
particularly pointed out in the appended claims. 

Brief Description of the Drawings 
Figures 1 and 2 diagrammatically show a mold according to one 

embodiment of the present invention suitable for carrying out the method 

according to the invention; 

Figure 3A is a cross section view of the cavity portions of the mold of 

Figures 1 and 2 taken along the lines 3A-3A of Figure 2; 
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Figure 3B is a detail view of a portion of the mold of Figure 3 A; 

Figure 4 is a cross section view of the cavity portion of the mold taken 
along the lines 4-4 of Figure 2. 

Figure 5 is a sectional view of the mold of Figures 1 and 2 taken together 
with the additional structure of one embodiment of the mold assembly; 

Figure 6 is a detail view of a portion of the mold assembly of Figure 5 
showing the semi-positive land structure; 

Figure 7 is a detail view of a portion of Figure 5 showing the structure of 
the vacuum seals; 

Figure 8 is a sectional view of the mold assembly which shows the 
positioning of the heating cartridges and positioning of the vacuum ports; 

Figure 9 is another sectional view of the mold assembly which shows the 
positioning of the thermal sensors relative to the heater cartridges; and 

Figure 10 is a sectional elevation view of the mold assembly illustrating the 
positioning of the cylindrical support columns, the distribution of the ejection pins 
and the distribution of the support columns. 

Detailed Description 
In the following detailed description of the invention, reference is made to 
the accompanying drawings forming a part hereof, and in which are shown, by 
way of illustration, specific embodiments in which the invention may be practiced. 
In the drawings, like numerals describe substantially similar components 
throughout the several views. These embodiments are described in sufficient 
detail to enable those skilled in the art to practice the invention. Other 
embodiments may be utilized and structural, logical, and electrical changes may be 
made without departing from the scope of the present invention. 

Figures 1 and 2 show, respectively, a male mold cavity portion 12 and a 
female mold cavity portion 14. In operation mold cavities 12 and 14, which are 
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interfitting as described more fully below, are each mounted on a suitable platen 
and supporting structure in a suitable press in an abutting face to face relationship. 

Figure 3A and 4 are sectional views of cavities 12 and 14 in a fully closed 
position as they would be in at the completion of a molding operation. The cross 
sectional view of Figure 3A is taken along section lines 3A indicated in Figure 2. 
The sectional view in Fig. 4 is taken along section lines 4-4 in Figure 2. 

As shown in Figure 1, cavity portion 12 has a base portion 16 which 
provides support for the other mold cavity elements. Base portion 16 is 
manufactured from a tool steel such as H13 or any similar material. A peripheral 
edge 20 surrounds the actual mold area 22. In Figures 1 and 2 area 22 is 
illustrated in an embodiment for molding a complex plate which, in one 
embodiment, may be a battery plate or, in another embodiment, may be a fluid 
flow plate for a fuel cell. By battery plate, it will be appreciated, that we mean an 
electrode for use in a storage battery. By fluid flow plate it will be appreciated 
that we mean to describe fluid flow plates or collector plates which may serve one 
of a variety of functions in a fuel cell. 

Various regions of the plates are shown in the mold area 22 of cavities 12 
and 14. For example, in one embodiment, a fluid flow plate surface molded by 
cavity portion 12 might serve as a cathode plate and a plate surface molded by 
cavity 14 might serve as an anode plate. In such a configuration flow channels for 
carrying a fuel medium such as hydrogen or any hydrocarbon gas and 
humidification water may be formed in the molded plate by mold features 24. 
Such flow channels might also carry air/oxygen as oxidant, as well as 
humidification water and/or product water. The plates may have many different 
channel configurations which are not part of the present invention. 

In addition to the flow channels that are molded into the plates by features 
24, peripheral apertures are initially molded into the plate by forming very thin 
diaphragms 26 of material in what is to become the peripheral apertures. After the 
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molding operation is complete, the diaphragms 26 can be readily punched out and 
any remaining flashing removed to complete the forming of the peripheral 
apertures 28. When fluid flow plates are combined in a fuel cell, a plurality of 
apertures 28 may combine to provide fluid manifolds for the fuel cell assembly. 

In addition to the flow channels and peripheral apertures, mold cavities 12 
and 14 also have further mold features 29 formed thereon for providing further 
apertures 28 on the fluid flow plates which may be used, for example, for 
alignment of the plates in a fuel cell assembly or for connecting the plates and 
directing fluid to and from the plates. 

In Figures 3A and 4 a fluid flow plate 30 is shown between the halves 12 
and 14 of the mold 10, which is illustrated in the closed position. It can be seen in 
these sectional views that a projecting flange or edge portion 20 of mold cavity 
portion 12 engages an inner peripheral groove 32 in the surface of cavity mold 
portion 14. Details of that interfiftting relationship are shown more clearly in 
Figure 6 which is a detail of the region 34 of Figure 3 A. That interfitting 
relationship results in the provision of a fully positive shear edge which 
completely surrounds the mold cavity region. 

It can be seen in Figure 6 that the upper portion 36 of wall 38 of the inner 
groove region 34 has a draft angle a which facilitates the mating of the two mold 
cavity portions 12 and 14 by providing a guide for peripheral flange 20 as the 
mold is forced into the closed position by the press. The draft angle a in one 
embodiment is about approximately 5 degrees. 

The lower portion 40 of wall 38 is within about approximately 1 degree of 
perpendicular to parting line 42 of the mold so that there two mold portions 12 and 
14 are maintained in their aligned relationship in the final stages of the molding 
operation. In one embodiment, the height of the substantially vertical portion 40 
of wall 38 is about approximately 0.200 inches before the transition to the upper 
portion 36 of wall 38 which is angled at and angle of a. 
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As shown in Figure 6, the peripheral flange or edge 20 of mold cavity 
portion 12 does not contact mold cavity portion 14 along the parting line 42 when 
the cavity portions are fully closed. This is done so that a gap remains which is 
sufficient to receive the small amount of excess casting material which is forced 
out of the mold cavity as it is closed. That excess material may form a burr. 
Because the burr is so thin relative to the molded item 30, which in one 
embodiment may have a thickness at the edge of approximately about 0. 15 inches, 
it can be readily removed. In one embodiment the separation of the parting lines 
of the two mold cavity portions is about approximately 0.007 inches. The semi- 
positive parting line feature described above has been found to be necessary in 
molding high filler content materials which are relatively incompressible in the 
mold as compared to the high resin content materials that have heretofore been 
considered suitable for thermoset compression molding operations. 

The same semi-positive parting line feature which is used around the 
perimeter of the molded parts is used to mold the diaphragms 26 as illustrated in 
the detail view 44 of Figure 3 A which forms Figure 3B. In the detail of Figure 3B 
the molded item 30 is shown with a thinned web region 46 formed by a split 
parting line between the two mold portions 14 and 16. The thinned web region 46 
in one embodiment surrounds each of the diaphragms 26 and serves to facilitate 
the removal of the diaphragm prior to assembly of the plates 30 into a fuel cell 
assembly. Region 46 in one embodiment may have a thickness of about 
approximately 0.007 inches and a width of about approximately 0.3 inches. The 
remainder of diaphragm 26 in one embodiment has a thickness of about 
approximately at least 0.025 inches. 

Mold cavity portions 12 and 14 as shown in Figures 1 and 2 in one 
embodiment may include detail molding inserts 50 and 52 which allow a single 
basic mold to be modified for producing several variants of a molded structure. In 
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the sectional views of Figures 3A and 4, the installation of mold inserts 50 and 52 
are also shown. 

Figure 5 is an elevation view of the cavity mold portions 12 and 14 and 
also shows aspects of platens which support them on the press. The region 34, 
which is shown in detail in Figure 6, illustrates the positive shear edge joining of 
the mold cavities as well as the split parting line semipositive land features. A 
further detail 58, shown in Figure 7, illustrates aspects of the implementation of 
the vacuum assist feature of one embodiment of the molding system. 

In Figure 7 the sealing aspects of the structure which allow for the 
provision of a vacuum assist in the molding process are shown. A sealing ring 60 
is mounted on a platen 62 on which mold portion 14 is mounted. It 
circumferentially surrounds mold cavity portion 14, as may be in Figure 10, a 
sectional view of the mold assembly. 

Sealing ring 60 is, in turn, received in a corresponding circumferential slot 
64 which is formed in platen 66. In order to provide an adequate seal for the 
evacuation of the mold cavity, sealing ring 60, in one embodiment, is provided 
with sealing o-rings 68, 70 and 72 which are seated in slots 74 in the outside 
vertical face 76 of sealing ring 60. In one embodiment, a further sealing o-ring 78 
is provided to seal sealing ring 60 against platen 62, to which it is mounted, in one 
embodiment by a bolt or other suitable fastener 80. 

A vacuum is drawn in the mold cavity after the mold portions 14 and 16 
are moved into a closing position so that the o-rings 68, 70 and 72 of sealing ring 
60 engage the surface of circumferential slot 76. Manifolds 82 and 84, as shown 
in the sectional view of Figure 8, provide communication from the parting line of 
the closing mold through platens 66 and 62 respectively to vacuum ports 86 and 
88 as shown in Figure 9, an elevation view of the mold assembly. Ports 86 and 88 
are in turn connected to a vacuum pump which is not shown. The entire molding 
operation is conducted under a vacuum which removes outgassing byproducts of 
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the curing of the thermosetting resin, avoids the creation of high porosity regions 
in the molded product and by assisting the molten graphite resin mixture in 
spreading uniformly throughout the entirety of the mold cavity. 

In order to accomplish the accurate molding of the molded items such as 
molded plates including battery plates or fluid flow plates for use in fuel cell 
assemblies, it is necessary to maintain the mold temperatures at a predetermined 
temperature throughout the molding process. This is accomplished in one 
embodiment by providing plates 62 and 66 with a plurality of 1800 watt cartridge 
heaters 90. Suitable cartridge heaters are available from D-M-E Company, 29111 
Stephenson Highway, Madison MI 48071 . In order to hold very tight temperature 
ranges during molding, a plurality of temperature sensors 92 are provided and 
embedded in platens 62 and 66 as shown in Figure 8. In one embodiment 
temperature sensors 92 are thermocouple sensors whose signals are provided to a 
temperature control apparatus, not shown, which varies the power delivered to 
cartridge heaters 90. 

In one embodiment, a plurality of temperature sensors 92 are each 
arranged on a centerline drawn between pairs of adjacent cartridge heaters 90. A 
temperature control circuit, not shown, uses the output of a sensor 92 to control 
the operation of the two nearest cartridge heaters 90, with all of the temperature 
sensors being monitored to control the cartridge heaters to hold the temperature 
uniformly across platens 62 and 66 and mold cavity portions 12 and 14 to hold the 
temperature to a set point selected, in one embodiment, to lie between 270 and 320 
degrees Fahrenheit and to hold that selected temperature within a range of between 
5 and 10 degrees Fahrenheit across the mold surfaces on both halves of the mold. 
The combination of multiple cartridge heaters controlled by multiple closely 
spaced sensors and the thermal mass of the mold cavities 12 and 14 and platens 62 
and 66 provides the thermal control and stability that are required for the molding 
of fluid flow plates for fuel cell assemblies. 
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Figures 8, 9 and 10 illustrate generally details relating to the ejector pin 
aspects of one embodiment of the mold assembly. At the top and bottom of the 
mold assembly are clamp plates 96 and 98. Adjacent to the four corners of the 
upper and lower portions of the assembly are actuators 94 which drive a lower 
ejector plate 102 and an upper ejector plate 104. Each of the ejector plates 102 
and 104 carries a plurality of vertically upstanding ejector pins 100 which have the 
distal ends thereof disposed for engaging the molded part or fluid flow plate 30 at 
the ejection points 106 indicated on mold cavity portions 14 and 16 as shown in 
Figures 1 and 2. 

In order to mmimize the potential for damage to plate 30 by its ejection 
from the mold cavity portions 14 and 16, the majority of the ejection points 106 
are positioned within the removable diaphragm areas 26 or in the distal corners of 
fluid flow plate 30, removed as much as possible from the intricate structure of the 
fluid flow paths in the active area 108 of fluid flow plate 30. By providing 
multiple ejection points within regions 26, sufficient release force can be brought 
to bear on part 30 to release it as the mold portions 14 and 16 are opened, even 
though the diaphragm portions are joined to the rest of the fluid flow plate 30 by 
extremely thin webs 46 which are intended to be readily broken to allow their 
removal from flow plate 30 prior to assembly of the fuel cell assembly. Providing 
ejector pins 100 which bear on both faces of molded plate 30 as the mold cavity 
opened assures a smooth, rapid release of plate 30 from the mold assembly. 

Figures 8, 9, and 10 also illustrate other aspects of the mold assembly 10. 
Figure 10 is a top sectional view of mold assembly 10 which illustrates the 
distribution of support columns 110 which provide mechanical strengthening of 
mold cavity portions 14 and 16 within mold assembly 10. At the center of mold 
the mold cavity where the active area 108 of the flow plate 30 is molded, there are 
six support columns 110 which provide needed support to the portion of the 
cavities molding the active area. The necessary room for providing the 
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concentration of support columns 110 in the region of the mold assembly 10 where 
the active area 108 is molded is due in part to the fact that that area does not 
include ejector pins 100 which are positioned at other regions throughout the 
cavitv area with support columns 110. Relatively thicker support columns 112 are 
provided in the outer portion of the mold cavity. 

In Figure 8 it can be seen that platens 62 and 64 have side locks 112 which 
provide for positive and aligned closing of mold assembly 10. 

In order to carry out a molding operation using the mold assembly 10 
according to the present invention it is first necessary to take the fine graphite and 
resin mixture and prepare it into a mold preform prior to moving the material to 
the mold cavity. According to one embodiment of the invention the material is 
placed in a separate press to form a generally cylindrical preform having a 
diameter of about approximately 3 inches. In one embodiment the mixture is 
approximately about 75% graphite and the remainder is comprised substantially of 
thermosetting resins. In one embodiment the preform is compacted at a pressure 
of at least about 400 psi to form the preform which is, in one embodiment, about 3 
inches thick. In one embodiment plate 30 is about approximately 10 inches by 12 
inches and about l A inch thick at its thickest point. The preform is placed on one 
of the cavity mold portions 12 or 14 at a point as close as possible to the 
geometrical center of the cavity. The mold cavity portions are preheated to a 
predetermined temperature between 270 and 320 degrees Fahrenheit. 

The press is then operated to close the mold portions 12 and 14 rapidly 
together as a vacuum is drawn on the vacuum manifolds 82 and 84. The closing 
time for the mold must be bring the pressure up to the full 300 tons of molding 
pressure in a period between about 0.5 and 3.0 seconds while the temperature of 
the mold is maintained. If the mold is not closed quickly enough, the resin 
graphite mixture may start to cure before the material has flowed to all areas of 
the mold cavity. If the mold is closed too quickly, the material is not sufficiently 
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fluid to freely flow to all areas of the mold, even with vacuum assistance. In 
order to perform the molding process, the closing time of the mold assembly must 
be shortened substantially below the times that are practiced in conventional 
compression molding applications. In one embodiment where the molding is done 
using a 300 ton press, the addition of accumulators to allow for a more rapid build 
up of compression force may be necessary. 

In another embodiment of the invention, the preform may not be subjected 
to a compression process. In that embodiment, the molding material of graphite 
and resin is run through a plasticizer heating process to produce a suitable preform 
for introduction into the molding cavity and molding according to the same 
process. 

It is an important part of the process to consolidate the powdered molding 
material into a preform having an area which covers only a fraction of the area of 
the mold cavity. Our experience in molding with preforms which covered 
substantially the entire area of the surface of the mold cavity resulted in a high 
rejection rate because of poor material flow in the mold and a failure to reliably 
achieve uniform porosity product. Using the limited area preform in the center of 
the mold has surprisingly led to the molding of more uniform product despite the 
fact that the material is required to move further within the cavity during the mold 
closing process step. 

Conclusion 

Systems, devices, structures, and methods have been described to address 
situations the molding of resins with high graphite filler content to form fluid flow 
palates for use in fuel cell assemblies. This application is intended to cover any 
adaptations or variations of the present invention. It is to be understood that the 
above description is intended to be illustrative, and not restrictive. Combinations 
of the above embodiments and other embodiments will be apparent to those of skill 
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in the art upon reviewing the above description. The scope of the invention 
includes any other applications in which the above structures and fabrication 
methods are used. Accordingly, the scope of the invention should only be 
determined with reference to the appended claims, along with the full scope of 
equivalents to which such claims are entitled. 
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We claim: 

1. A process for compression molding of a fine grained mixture of a resin and at 
least 50% filler material into a highly detailed molded part, comprising the steps 
of: 

forming, at a first pressure, a preform of resin and filler mixture in a 
predetermined weight sufficient for molding the molded part, the cross sectional 
area of the preform being substantially less than the area of the part to be molded; 

positioning the preform in a mold cavity at about the geometrical center of 
the product outline; and 

molding the preform into the molded part by compressing the preform 
between mold segments defining the mold cavity in a molding machine which 
closes and applies pressure to the halves of the mold cavity to apply a second 
pressure to the molded part within a time interval sufficient to fluidize and flow 
the material to all parts of the mold cavity prior to the onset of curing of the resin 
in the mold. 

2. The process of claim 1 wherein the first pressure is at least 400 psi. 

3. The process of claim 1 wherein the second pressure is at least 300 tons. 

4. The process of claim 1 wherein the time interval is within about 0.5 to 3 
seconds. 

5. The process of claim 1 wherein the filler material is graphite. 

6. The process of claim 5 wherein the graphite comprises at least about 50% of 
the mixture by weight. 
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7. The process of claim 1 wherein the forming of the preform is performed on a 
separate press 

8. The process of claim 1 wherein the preform is maintained in a climate 
controlled environment between the forming and the molding steps. 

9. The process of claim 1 wherein the molding process also includes applying a 
vacuum to the mold cavity as it is closed and maintaining the vacuum in the mold 
cavity throughout the molding process. 

10. A machine for molding a plate from a thermosetting preform material using a 
thermosetting compression molding process, the machine comprising: 

a first platen and mold cavity portion; 

a second platen and mold cavity portion, the first and second mold cavity 
portions constructed and arranged for receiving in a mold cavity thereof a preform 
comprising a thermosetting resin and at least about 50% by weight of a graphite 
filler material; and 

a press for performing a molding operation by rapidly forcing the first and 
second platen and mold cavity portions together in an interfitting relationship, 
thereby compressing the preform material into a molded part with features therein 
defined by the first and second cavity portions . 

11. The machine of claim 10 wherein the first and second platens each also 
comprise a plurality of heating elements embedded therein, the heating elements 
constructed and arranged for maintaining a selected elevated temperature of the 
first and second cavity portions during the molding operation. 

12. The machine of claim 11 wherein temperature sensors are embedded in the 
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first and second platens adjacent to at least one of the of the heating elements 
for providing a measurement of the platen temperature to temperature control 
circuitry driving heating elements adjacent to the temperature sensors. 

13. The machine of claim 12 wherein each temperature sensor is positioned 
adjacent at least one heating element and temperature control circuitry associated 
with it controls the temperature of those heating elements. 

14. The machine of claim 12 wherein the selected elevated temperature lies in a 
range between about 270 and 320 degrees Fahrenheit. 

15. The machine of claim 14 wherein the selected elevated temperature is 
maintained to within 5 to 10 degrees Fahrenheit across the molded part throughout 
the molding operation. 

16. The machine of claim 10 wherein the press opens the mold cavity by 
separating the mold cavity portions and at least one of the first and second cavity 
portions also comprises ejection devices positioned at various locations across the 
surface of the molded part, the ejection devices constructed and arranged for 
actuation during the opening of the cavity defined by the first and second cavity 
portions. 

17. The machine of claim 16 wherein both of the first and second cavity portions 
comprise ejection devices. 

18. The machine of claim 16 wherein the ejection devices comprise a plurality of 
ejector pins mounted on a separate ejector plate for movement relative to a cavity 
portion during actuation to apply an ejection force to the molded part as the mold 
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cavity opens. 

19. The machine of claim 10 wherein the molded part includes at least one 
diaphragm area having a thinner web of molded material therein which is readily 
removable from the molded part when it is put in use and wherein both of the first 
and second cavity portions also comprise ejection devices at various locations 
across the surface of the diaphragm areas of the molded part, the ejection devices 
constructed and arranged for actuation during the opening of the mold cavity. 

20. The machine of claim 10 wherein the first and second platen and mold cavity 
portions also comprise interfitting vacuum seals and the machine also includes 
vacuum manifolds communicating to the mold cavity for establishing a partial 
vacuum between the first and second mold cavities during the molding operation. 

21. The machine of claim 20 wherein the partial vacuum is established in the 
mold cavity before the mold cavity portions are fully closed. 

22. The machine of claim 10 wherein the first and second cavity portions are 
formed from tool steel coated with Teflon. 

23. The machine of claim 10 wherein outside edges of the first and second cavity 
portions when the mold cavity is fully closed are constructed and arranged for 
providing a parting line gap of about approximately .007 inches remains open 
around the perimeter of the part upon completion of the molding operation. 

24. The machine of claim 23 wherein the first and second cavity portions have a 
projecting land portion around substantially their entire circumference at the 
parting line, the land potions each being parallel to each other and the face of the 
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molded part and separated from each other by about approximately .007 inches 
when the first and second cavity portions are in a closed position. 

25. The machine of claim 10 wherein the press applies a molding pressure of at 
least about 300 tons within about 0.5 to 3 seconds as the molding operation is 
performed. 

26. In a machine for molding a plate from a thermosetting preform material using 
a thermosetting compression molding process driven by a high pressure press, a 
mold assembly comprising: 

a first platen and mold cavity portion; 

a second platen and mold cavity portion, the first and second mold cavity 
portions constructed and arranged for receiving in a mold cavity thereof a preform 
comprising a thermosetting resin and at least about 50% by weight of a graphite 
filler material, the first and second mold cavity portions constructed and arranged 
for performing a molding operation when the press rapidly forces the first and 
second platen and mold cavity portions together in an interfitting relationship and 
compressing the preform material into a molded part with features therein defined 
by the first and second cavity portions. 

27. The machine of claim 26 wherein the first and second platens each also 
comprise a plurality of heating elements embedded therein constructed and 
arranged for maintaining a selected elevated temperature of the first and second 
cavity portions during the molding operation. 

28. The machine of claim 27 wherein the selected elevated temperature lies in a 
range between about 270 and 320 degrees Fahrenheit. 
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29. The machine of claim 26 wherein the selected elevated temperature is 
maintained to within 5 to 10 degrees Fahrenheit across the molded part throughout 
the molding operation. 

30. The machine of claim 26 wherein the mold cavity portions are separable to 
open the mold and at least one of the first and second cavity portions also 
comprises ejection devices positioned at various locations across the surface of the 
molded part, the ejection devices constructed and arranged for actuation during the 
opening of the cavity defined by the first and second cavity portions. 

31. The machine of claim 30 wherein both of the first and second cavity portions 
comprise ejection devices. 

32. The machine of claim 30 wherein the ejection devices comprise a plurality of 
ejector pins mounted on a separate ejector plate for movement relative to a cavity 
portion during actuation to apply an ejection force to the molded part as the mold 
cavity opens. 

33. The machine of claim 26 wherein the molded part includes at least one 
diaphragm area having a thinner web of molded material therein which is readily 
removable from the molded part when it is put in use and wherein both of the first 
and second cavity portions also comprise ejection devices at various locations 
across the surface of the diaphragm areas of the molded part, the ejection devices 
constructed and arranged for actuation during the opening of the mold cavity. 

34. The machine of claim 26 wherein vacuum providing means are provided for 
establishing a partial vacuum between the first and second mold cavities during the 
molding operation. 
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35. The machine of claim 26 wherein the first and second cavity portions are 
formed from tool steel coated with Teflon. 

36. The machine of claim 26 wherein outside edges of the first and second cavity 
portions when the mold cavity is fully closed are constructed and arranged for 
providing a parting line gap of about approximately .007 inches remains open 
around the perimeter of the part upon completion of the molding operation. 

37. The machine of claim 36 wherein the first and second cavity portions have a 
projecting land portion around substantially their entire circumference at the 
parting line, the land potions each being parallel to each other and the face of the 
molded part and separated from each other by about approximately .007 inches 
when the first and second cavity portions are in a closed position. 
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METHOD AND APPARATUS FOR MOLDING A PLATE 



ABSTRACT 



A method and apparatus for molding a plate having highly detailed surface 
features from a thermosetting resin with a high concentration of a filler such as 
graphite. The method an apparatus provides for the formation of a preform of 
casting material and the placement of the material in a cavity mold which is 
precisely temperature controlled, has vacuum assist operating throughout the 
molding operation. The molding pressure is rapidly increased to flow the material 
through the molding cavity prior to the onset of curing and uniquely positioned 
ejector pins are provided for removal of the molded plate without damage to the 
detailed surface features. 



"Express Mail" mailing label number: F,T 6003 76291 US 

Date of Deposit: September 5. 2000 

This paper or fee is being deposited on the date indicated above with 
the United States Postal Service pursuant to 37 CFR 1.10, and is 
addressed to the Commissioner for Patents, Box Patent Application, 
Washington, D.C. 20231. 
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As a below named inventor I hereby declare that: my residence, post office address and citizenship are as 
stated below next to my name; that 

I verily believe I am the original, first and joint inventor of the subject matter which is claimed and for which 
a patent is sought on the invention entitled: METHOD AND APPARATUS FOR MOLDING A PLATE . 

The specification of which is attached hereto. 

I hereby state that I have reviewed and understand the contents of the above-identified specification, 
including the claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose information which is material to the patentability of this application in 
accordance with 37 C.F.R. § 1.56 (attached hereto). I also acknowledge my duty to disclose all information known 
to be material to patentability which became available between a filing date of a prior application and the national or 
POT international filing date in the event this is a Continuation-In-Part application in accordance with 37 C.F.R. 
§|63(e). 

fj: I hereby claim foreign priority benefits under 35 U.S.C. § 1 19(a)-(d) or 365(b) of any foreign application(s) 
f5¥ patent or inventors certificate, or 365(a) of any PCT international application which designated at least one 
cbuntry other than the United States of America, listed below and have also identified below any foreign application 
far patent or inventor's certificate having a filing date before that of the application on the basis of which priority is 
claimed: 

Fife such claim for priority is being made at this time. 

S I hereby claim the benefit under 35 U.S.C. § 1 19(e) of any United States provisional application(s) listed 
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No such claim for priority is being made at this time. 

I hereby claim the benefit under 35 U.S.C. § 120 or 365(c) of any United States and PCT international 
application(s) listed below and, insofar as the subject matter of each of the claims of this application is not disclosed 
in the prior United States or PCT international application in the manner provided by the first paragraph of 35 U.S.C. 
§ 1 12, 1 acknowledge the duty to disclose material information as defined in 37 C.F.R. § 1.56(a) which became 
available between the filing date of the prior application and the national or PCT international filing date of this 
application: 
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30.837 McCrackin, Ann M. Reg. No. 
36,143 Moore, Charles L., Jr. Reg. No. 
37,346 Nama, Kash Reg. No. 



42,673 Nelson, Albin J. Reg. No. 28,650 

44,813 Nielsen, Walter W. Reg. No. 25,539 

37,650 Oh, Allen J. Reg. No. 42,047 
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p I hereby authorize them to act and rely on instructions from and communicate directly with the person/assignee/attorney/ 
fng/organization/who/which first sends/sent this case to them and by whom/which I hereby declare that I have consented after full 
disclosure to be represented unless/until I instruct Schwegman, Lundberg, Woessner & Kluth, P.A. to the contrary. 

Plllse direct all correspondence in this case to Schwegman, Lundberg, Woessner & Kluth, P.A. at the address indicated below: 
Iff P.O. Box 2938, Minneapolis, MN 55402 

ju Telephone No. (612)373-6900 

Jr I hereby declare that all statements made herein of my own knowledge are true and that all statements made on information and 
belief are believed to be true; and further that these statements were made with the knowledge that willful false statements and the like so 
made are punishable by fine or imprisonment, or both, under Section 1001 of Title 18 of the United States Code and that such willful false 
stlfements may jeopardize the validity of the application or any patent issued thereon. 

Fu| Name of joint inventor number 1 : Neal A. Benkofske 

Citizenship: United States of America Residence: Elk River, MN 

Flit Office Address: 15470 Cty Rd. 35 

O Elk River, MN 55330 

Signature: Date: . 

Neal A. Benkofske 
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Citizenship: United States of America Residence: Adover, MN 

Post Office Address: 14171 Vale Street N.W. 

Adover, MN 55304 

Signature: Date: 

Pat C. Bell 
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§1.56 Duty to disclose information material to patentability. 

(a) A patent by its very nature is affected with a public interest. The public interest is best served, and the most effective patent 
examination occurs when, at the time an application is being examined, the Office is aware of and evaluates the teachings of all information 
material to patentability. Each individual associated with the filing and prosecution of a patent application has a duty of candor and good 
faith in dealing with the Office, which includes a duty to disclose to the Office all information known to that individual to be material to 
patentability as defined in this section. The duty to disclose information exists with respect to each pending claim until the claim is canceled 
or withdrawn from consideration, or the application becomes abandoned. Information material to the patentability of a claim that is 
canceled or withdrawn from consideration need not be submitted if the information is not material to the patentability of any claim 
remaining under consideration in the application. There is no duty to submit information which is not material to the patentability of any 
existing claim. The duty to disclose all information known to be material to patentability is deemed to be satisfied if all information known 
to be material to patentability of any claim issued in a patent was cited by the Office or submitted to the Office in the manner prescribed by 
§§ 1.97(b)-(d) and 1.98. However, no patent will be granted on an application in connection with which fraud on the Office was practiced 
or attempted or the duty of disclosure was violated through bad faith or intentional misconduct. The Office encourages applicants to 
carefully examine: 

(1) prior art cited in search reports of a foreign patent office in a counterpart application, and 

(2) the closest information over which individuals associated with the filing or prosecution of a patent application believe any 
pending claim patentably defines, to make sure that any material information contained therein is disclosed to the Office. 

€|b) Under this section, information is material to patentability when it is not cumulative to information already of record or being 
rnfte of record in the application, and 

! Jl ( 1 ) It establishes, by itself or in combination with other information, a prima facie case of unpatentability of a claim; or 

§ * jj (2) It refutes, or is inconsistent with, a position the applicant takes in: 

(i) Opposing an argument of unpatentability relied on by the Office, or 

^ (ii) Asserting an argument of patentability. 

AQfrima facie case of unpatentability is established when the information compels a conclusion that a claim is unpatentable under the 
p£I|)onderance of evidence, burden-of-proof standard, giving each term in the claim its broadest reasonable construction consistent with the 
signification, and before any consideration is given to evidence which may be submitted in an attempt to establish a contrary conclusion of 
portability. 

(c) Individuals associated with the filing or prosecution of a patent application within the meaning of this section are: 

(1) Each inventor named in the application: 

(2) Each attorney or agent who prepares or prosecutes the application; and 

(3) Every other person who is substantively involved in the preparation or prosecution of the application and who is 
associated with the inventor, with the assignee or with anyone to whom there is an obligation to assign the application. 

(d) Individuals other than the attorney, agent or inventor may comply with this section by disclosing information to the attorney, 
agent, or inventor. 



